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Abstract 

We observed an unexpected bending of a horizontally held palladium plate at 150°C under 
a small external shearing stress. The deformation was fastest at the nominal composition 
of PdHo.i-o.2j which is in the a + phase. We also observed that a plate warped back and 
forth during a cycle of absorption and desoprtion of hydrogen when it was hung vertically, 
which does not have a reasonable explanation. 
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1. Introduction 

Palladium metal is well known to absorb an abundant amount of hydrogen, and is widely 
used for filtering and storage of hydrogen When palladium metal is saturated with 
hydrogen, the ratio of the hydrogen atom to the palladium atom is about PdH .6, depending 
on the temperature and the pressure of the hydrogen gas 0, 0] , as shown in Fig{TJ 

Pure palladium metal with an fee lattice changes into the a and (3 phases, and also into 
their mixed phase, a + (3, when it absorbs hydrogen atoms. Hydrogen atoms are in the 
ionized form and are located at octahedral interstitial sites in both phases |H, The two 
phases differ in the concentration of hydrogen atoms to palladium atoms, corresponding 
to the the difference in the lattice constant: 3.89A for the a phase and 4.02A for the j3 
phase [6|. This corresponds to the volume increase when it absorbs hydrogen and to the 
volume decrease during the desorption, but the bulk does not return to its original shape 
after desorption. Many irreversible deformations have been reported 0, 0, @, OH II, 12, 13 



Recently, palladium metal of various shapes was found to shrink spontaneously in the 
direction of minimizing the surface area after several cycles of absorption and desorption of 



hydrogen at 150°C [14|. The observed drastic changes of Pd shape seemed to indicate that an 



enormous stress was produced to cause such a deformation, if the metal kept the ordinary 
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elasticity. Another explanation to this phenomenon is superplasticity. Superplasticity in 
general has been studied for more than 50 years and it is characterized as large plastic 
deformation of several hundreds percent strain happening in alloys with small crystal grain. 
For palladium, it is reported in Ref. 16| for the first time. 

Beeri et al. investigated the change in the strain of a pal ladium wire during the absorption 
and desorption of hydrogen in terms of superplasticity. [17j Their experiment was conducted 
under room temperature and showed the result consistent with Ref. 14j in the sense that 
they observed elongation during the absorption and shrinkage after one cycle of absorption 
and desorption of a wire when the stress on it was relatively small. It was, however, designed 
to study the deformation of the wire only in one dimension, and no information was obtained 
as to at which concentration of hydrogen such deformation occurs. 

In our experiment, we held a Pd plate horizontally and performed a cycle of hydrogen 
absorption and desorption. This setting allowed the plate to undergo one dimensional de- 
formation, bending upward or downward, and was sensitive to the deformation even if the 
stress was small. We aimed at obtaining in-situ information on the dynamical change of 
the shape of a Pd plate during its absorption and desorption of H 2 gas by measuring the 
transformation of a plate of palladium with weights hung to it. We set the temperature 
at 150°C and took snap-shot photographs. The temperature 150°C was high enough for a 
sufficient amount of hydrogen to diffuse to the center of the plate in a short time, as shown 
in Fig. 121 A calculation from the permeability constant shows that this speed is not limited 
by the transportation on the Pd surface. If we assume this absorption as a permeation of 
hydrogen to 0.2 mm thick Pd bulk through 0.4 mm Pd plate, a calculation from permeability 



constant in 



18] shows that the maximum increase rate in the hydrogen amount is 7.6 x 10 



mol/s, whereas it is 2.3 x 10~ 7 mol/s in Fig. [2j Also, our setting enabled us to relate the 
amount of the hydrogen absorbed to the deformation. In addition to the measurement with 
horizontally held Pd plate, we performed experiments with a vertically hung plate to get 
some other information on the behavior of the plate. 
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Figure 1: The phase diagram of the Pd/H system according to Ref. @, Q : the a, (3 and their mixed phases 
arc indicated together with a phase boundary by a broken curve. 
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Figure 2: Density of hydrogen atoms at the center of the 1 mm thick plate: this was calculated by solving 
a one-dimensional diffusion equation with the initial condition that the density of hydrogen is inside the 
plate and 1 outside the plate. 



2. Dynamical Measurements of the Bending of Pd Plates 

2.1. Experimental Procedure: Bend 

A Pd plate having a rectangular shape (1 mm thick, 10 mm wide and 70 mm long) was 
held horizontally in a vacuum vessel, with one end of the strip fixed by a jig, and with a 
weight at the other end, hung as shown in Fig. |3j The Pd plate had been annealed at 1000°C 
for an hour before the experiments. The total weight of a jig and a gold weight was 124 g, 
which applied 122 kPa shearing force on the plate. The jig was fixed at 8 mm distance from 
the free end of the plate. 

The movement of the free end of the Pd plate was observed through a transparent 
window, as shown in Fig. |3l and was recorded by a digital camera continuously during a 
hydrogen absorption/desorption cycle. A scaling pad with 1-mm thin mesh and 5-mm bold 
mesh was located 7.5 mm away from the plate to precisely measure the movement. The 
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Figure 3: The setting for the experiments to measure the bending 
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distance between the plate and the lens of the camera was about 30 cm. The precision for 
a measured displacement of the open end was as good as 0.1 mm. 

The inner volume of the vessel that was filled with gas was 392 cm 3 . The vessel was 
heated and kept at 150°C. The vessel and the heaters, except for the transparent window, 
was wrapped with aluminum foil to maintain the temperature. 

For each run, the plate was subjected to one cycle of absorption and desorption of 
hydrogen in the following way. First, we evacuated the vessel with a rotary pump and a 
turbo pump. Just after the evacuation started, we turned on heaters, one of which was 
controlled by a feedback system, so that the vessel would be kept at 150 °C. After the 
vacuum reached to the order of 10 -2 Pa, we introduced hydrogen gas up to 1 MPa or 0.2 
MPa. When we set the pressure 1 MPa, we introduced the gas at once to 1.2-1.4 MPa, and 
waited until the pressure reached a constant value. When we introduced hydrogen up to 
0.2 MPa, we gradually filled the vessel with hydrogen gas with a flow controller for D2. We 
repeatedly added the gas once in 30 minutes or so until it reached a pressure of around 0.2 
MPa. 

After the saturation was reached for a given gas pressure, we purged the gas to atmo- 
sphere, and then evacuated the vessel, first by a rotary pump, and then by a turbo pump. 
In order for hydrogen to desorb from the palladium metal, we waited until the vacuum level 
reached the order of 10 -4 Pa. This ensured that most of hydrogen was properly taken away, 
because the decrease of the pressure once became faster during evacuation to this pressure. 
After each cycle, we took out the metal to examine its outlook and to adjust it for the next 
experiment. 

During these processes, the vacuum level of the system, the temperature of the vessel 
and the pressure of the vessel were recorded every 10 seconds by a Lab VIEW system. The 
state of the movement was recorded by taking photographs. The interval of photo taking 
depended on the speed of deformation of the plate. 

2.2. Experimental Results: Bend 

The results of two experiments, which we call Bl and B2, are shown as follows. Exper- 
iment Bl was aimed to see the drastic change, whereas Experiment B2 was for observing 
detailed time dependence of the bending in relatively slow absorption rate. The pressure 
inside the vessel, the displacement of the plate and photos of the plate at some time points 
for Experiment Bl and B2 are shown in Figs. H] and [5j respectively. In each figure, the 
upper half shows the displacement and the lower half describes the pressure in the vessel. 
The displacement, which was recorded all the time throughout an experiment, was deter- 
mined by measuring the position of a corner of the jig as shown in Fig. El The positive 
direction is defined as vertically upward. By assuming the bend of the plate was uniform, 
the relative strain of the plate e, which is defined as e = (displacement) /(original length), 
was calculated as the relative elongation of the upper surface of the plate when the 6 cm 
distant point of the center plane from the fixed moves by the measured displacement with 
uniform bending without elongation. However, as shown in Fig. some part of a plate was 
actually bent more than other part after the procedure. The blue and green dashed lines 
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show the time when the introduction and the exhaust of hydrogen started. The pressure 
after the evacuation started is drawn by a red curve, whose scale is given on the right side. 

Large displacements were observed both at the absorption and desorption processes, but 
they occurred mostly in short limited times. The most surprising was result Bl. Especially 
large was the displacement during the first two minutes: 5.2 mm (e = 1.8 x 10~ 3 ), which 
was the 30% of the total distortion in a cycle. No change was observed 20 minutes after 
the hydrogen was introduced or later. After the desorption of hydrogen started, it started 
being bent again. However, the speed of displacement was smaller in the desorption stage, 
presumably because the speed of the desorption was slower than that of the absorption. 

The motion of the plate in Result B2 was different from that for Bl. The displacement 
during the first two hours was relatively small, and the main distortion occurred during 
the next two hours, which means that the speed of the change in shape increased. At the 
desorption phase, the plate went upward, whereas it continued to go down in Experiment 
Bl. 

The shearing force applied to the plate by the weight was 1.22N. Ordinary bending by 
this amount of stress calculated from a beam theory formula 5h = 4FL 3 /Ebh 3 , where F, 
L, b and h are force, length, width and height of a beam, with the Young's modulus of 
palladium, 1.10 x 10 n N/m 2 at room temperature, is 0.9 mm. (This estimation is valid 
for the 150°C case, because the Young's modulus changes by less than 2% due to this 
temperature difference .flol]) In addition, raising the temperature to 150 °C induced at most 
a 1 mm displacement to the plate, and there was only one case for this kind of distortion 
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Figure 6: The way to measure displacement: left one is a photo taken before hydrogen was introduced. 



among several experiments. The displacement by a cycle of absorption and desorption of 
hydrogen was from 9.4 mm to 17.1 mm. Therefore, hydrogen caused a deformation that was 
10-times larger than the elastic bend. 

2.3. Discussion: Bend 

The most remarkable finding from these experiments is that the bending deformation 
occurred rather suddenly, in a few minutes in Experiment Bl, at a certain point of hydrogen 
absorption and desorption. We studied how this transition timing is related to the hydrogen 
concentration. FigJH] shows the relation between the portion of hydrogen atom and the 
deformation. This clearly shows that the deformation occurs fastest when the concentration 
of hydrogen atom in palladium metal is from 10% to 20%. This ratio corresponds to a + 
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Figure 7: The Pd plate used for Experiment Bl: The scaling pad behind the plate had a 5 mm mesh. 
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Figure 8: Relation between x = H/Pd and Displacement: The time written in the graph is the time that 
passed since the hydrogen was introduced to the vessel. 



phase. Since the displacement increases as hydrogen increases in palladium, the region 
of the /3 phase gets larger during this change. This implies the deformation is related to 
superplasticity in the naive sense, which ocurrs when two phases coexists and one is changing 
to the other. 

When the deformation was fastest in Experiment Bl, its rate of the elongation is 2.8 x 



10 s~ x . This is comparable to the various flow rate and stress appearing in Ref. [I9j], but 
the direction of stress in our experiment was different from other experiments; in ordinary 
superplasticity experiments one applies tension to a metal, but the plate experienced shear- 
ing stress in our experiment. This should be one of the reasons we observed much larger 



elongation rate than Beeri et al.'s result [121], 5 x 10 s . Another factor is the hydrogen ab- 
sorption rate due to the difference in the temperature, 20 minutes in Experiment Bl and 10 
hours in Ref. 17], but the stress in the different direction has a large effect. The magnitude 



of the stress was smaller by a factor of from 100 to 1000 than the stress applied in Ref. [12 



The importance of the direction of the stress is also true to Experiment B2, for it has fastest 
elongation rate of 8.7 x 10~ 7 s -1 that is comparable to that in Ref. 17j with much smaller 



stress than Ref. [171]. This implies that the deformation is caused by a shearing stress with a 
magnitude much smaller than tension case. This bending speed and bending larger than the 
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Figure 9: The setting for the experiments to measure the extension 



elastic deformation might imply the superplasticity in a naive sense, but since total strain 
is not as large as 100%, there is not any evidence strong enough to support superplasticity. 

3. Dynamical Measurements of the Extension of Pd Plates 

3.1. Experimental Procedure: Extension 

The setting of the experiments to measure the extension of the palladium plate is shown 
in Fig. M 

A plate of palladium was hung vertically in a vacuum vessel with its largest surface 
parallel to the line of sight. The size of the plate was the same as in the previous experiments: 
1 mm x 10 mm x 70 mm. A piece of kapton tape was attached to mark the point 6 cm distant 
from the fixed edge. The scaling pad same as the one used in the bending experiments was 
located 7.5 mm behind the plate. A 385 g weight, which caused 377 kPa tension, was hung 
below the plate. The configuration of the camera and the way to heat the vessel were the 
same as in the experiments to measure the bend. 

The procedure of one cycle of absorption and desorption was the same as the experiments 
to measure the bend. Since a larger vessel was used in these experiments in order to hang 
heavier weights, it took longer for the vessel to reach to 150 °C. 

3.2. Experimental Results: Extension 

The results of two experiments, with and without the weight, which are called El and 
E2, respectively, are shown in Figs. [TD] and [TTJ The plates used at both experiments were 
annealed before the experiments, but before annealing they had experienced a couple of 
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Figure 10: Result El; with weight, 0.2 MPa H 2 



cycles of absorption and desorption of hydrogen. The pressure was depicted in the same 
way as in the experiment to measure the bending. In the upper half, the black line shows the 
vertical displacement and the red line indicates the horizontal one. The displacements were 
measured as the change in the position of the point on the plate 6 cm distant from the fixed 
edge. The positive value in the horizontal displacement is defined as for the right direction 
and that in the vertical displacement is for the upward direction, thus corresponding to a 
negative strain e (shrinking). The inner volume of the vessel that was filled with gas was 
494 cm 3 during Experiment El and 512 cm 3 during Experiment E2. 

The extension of the plate after one cycle of absorption and desorption was not very 
drastic compared to the bend. The observed strain was at most 0.5mm. This is much 
larger than the elongation calculated by a formula 5 V = FL/Ebh from Young's modulus, 
2 x 10~ 4 mm for a 6 cm long plate. The relative strain e was therefore 8 x 10 -3 or smaller. 
However, after the desorption, both at Result El and at result E2, the metal shrank by 0.3 
mm (e = —5 x 10~ 3 ). This implies that the 377 kPa weight did not have a significant effect 
on the elongation of the plate, as the extension during the absorption can be explained by 
the lattice expansion. 

Results El and E2 show that the plate become warped during the absorption and des- 
orption of hydrogen. In both cases, the plate was bent both to the left and to the right. This 
made the strain estimated above vague, because the curved plate have different elongation 
in two sides and because both horizontal and vertical displacement requires more elongation 
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than the simple vertical strain. The maximum horizontal displacement was larger during 
the experiment without weight. 

3.3. Discussion: Extension 



The results of experiments E was consistent with the previous report [17]. Smaller stress 
applied to the metal in this experiment explains the following feature; the strain of the plate 
during the absorption was smaller and shrink at the end of the desorption was larger than 
that in Ref. 17]. In addition, qualitative behavior also matches another report the plate 
shrank after one cycle of the absorption and the desorption. 

The most remarkable feature of the present experiment is the anomalous warping behav- 
ior of the plate. If we regard the warping as deformation that breaks the shape symmetry, 



examples of such spontaneous deformation of Pd metals is reported in Ref.[14|]; Pd metals 
of various shapes change their shape in the direction of minimizing the surface area. The 
observed warp itself is consistent with this tendency, as far as the surface area was decreas- 
ing by the warping. However, we do not understand yet why the direction of the warping 
changes in the middle of absorption or desorption. Faster absorption from one surface seems 
to explain the warping, as higher hydrogen density results in the expansion of the lattice. 
However, since the horizontal displacement changed its sign during the absorption in both El 
and E2, which means that the surface with slower absorption rate had larger final expansion, 
this simple interpretation cannot explain the whole behavior. 

The larger warp in the Experiment E2, which was without the weight, suggests that the 
weight prevented the plate from curving. Combining these with the result of Experiment 
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B, we came to conclusion that palladium plate was easily affected by shearing force than 
by tension. It is true that this is the behavior same as that of the elastic deformation of 
a beam. However, when we think whether the weight induced a deformation significantly 
larger than elastic deformation, this result is not trivially derived from beam theory. 

4. Conclusion 

We observed a spectacular displacement of a palladium plate caused by a small external 
shearing stress during absorption and desorption of hydrogen at 150°C. This took place 
in a short time during absorption, and also during desorption. This rapid change, which 
happened around isiO.1-0.2 where x is the ratio of H to Pd atom, seemed correlated with 
a phase transition of PdH x from a phase to a + (5. In contrast to the large deformation when 
the plate was held horizontally, there was nearly no effect when it was hung vertically. This is 
consistent with previous reports, but we observed warping motion of the plate, which remains 
to be explained. Comparison of two kinds of experiments showed that the palladium plate 
changes its shape more easily by shearing stress than by tension. In order to comprehend 
this phenomenon further, various microscopic analyses in real time are necessary, such as 
x-ray diffraction, NMR, /iSR and neutron diffraction. This would reveal if the observed 
deformation is because of superplasticity. 
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